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1. INTRODUCTION 

The diodes that generate white light (WLEDs) possess various strengths, such as significant 
performance, little power requirement, great longevity, harmless to the environment, and therefore, have the 
potential to become the new optical sources and a substitute for standard incandescent lamps as well as 
fluorescent ones in many fields such as universal illumination, motor vehicle illumination and backlight [1 ]-[3]. 
The creation of WLEDs involves the most widely used means of integrating the GaN LED chip featuring the 
yellow-emitting Y3AlsO12:Ce** (YAG) phosphor. The flaw of the WLEDs created is the inferior color 
rendering indices (CRI, Ra over 80) caused by the red light’s shortage in the yellow phosphor’s emission 
spectrum [4]. When increasing the red light and chromatic performance is the goal, we need to blend the red 
phosphors with the yellow phosphor. Then the WLEDs integrated with such phosphors can become suitable 
for commercial application [5], [6]. But a problem remains: due to the lack of the ability in our eyes to process 
the deep red element in red emission at the wavelength over 650 nm, the lumen efficiency (LE) in these WLEDs 
is not significant [7]. Colloidal quantum dots (QDs), in the recent times, have been recognized as a potential 
substitute for standard phosphor substances to transmute WLEDs’ chromatic substances, thanks to their various 
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attribute of thin emission spectrum, broad absorption spectrum, as well as attributes of standard inorganic 
phosphor gained from the handling of solution [8]-[10]. There is a number of QDs versions, such as CdSe, InP, 
CulnS2, C, CH3NH3PbBr;, etc., that are gaining more and more recognition. The commercial CdSe is the best 
choice of all mentioned versions. Such QDs are classified as a semiconductor in the group II-VI, which possess 
a fairly thin entire width at half of the peak value (abbreviated as FWHM) (from 20 to 30 nm) along with 
outstanding quantum efficacy (over 95%). In addition, we can adjust the size of granules to let the QDs envelop 
all the observable zones. Thanks to the attributes mentioned, the CdSe QDs have great potential to be used in 
LEDs facets such as backlight presentation and universal illumination [11]. The QDs used in the earliest WLED 
model with an on-chip design based on QDs were, in fact, the CdSe QDs [9]. It should be noted that these QDs 
see little practical use as it consists of the Cd component, which is harmful to our health. QDs that do not contain 
the Cd component are eventually created to avoid health-related flaws, such as InP, CuInS», and carbon QDs. The 
InP and CulInS2 QDs, however, provide smaller efficiency and broader full width at half maximum (FWHM) than 
the CdSe QDs [12]. The carbon QDs, on the other hand, struggles in the task of generating emission with long 
wavelengths (red emission, for example) [13]. In recent times, the perovskite QDs such as CH3NH3PbBr3 and 
CsPbBr; are becoming more prominent optical substances thanks to their significant performance, and excellent 
chromatic genuineness, especially green [14]. The perovskite QDs provide thinner FWHM than the CdSe QDs. 
We can also adjust compositions to adapt them to various emission wavelengths. It is worth noting that it can be 
an issue to stabilize the QDs in the air environment, notably those that have red or blue color [15]. In general, we 
can consider the red CdSe QD optimal in boosting CRI value in standard WLED devices. 

The remote phosphor package that divides the QDs sheets and the chip of LED is often applied to the 
majority of WLEDs integrated with QDs because of its considerable performance and better consistency of photon 
and heat [16]. However, if we combine phosphor and QDs to form a layer used for optical conversion, it will 
result in an inferior efficiency of light and heat in the WLED device, which is caused by the reabsorption occurring 
between phosphor and QDs as well as an insignificant performance of energy transmission between excitation 
light and substances used for optical conversion. These flaws of mixed-type WLED devices can be resolved by 
using a package with layers in an upright position to divide the phosphor and QDs layers in an upright direction, 
which is supposed to boost the efficiency of light and heat in WLED devices [17], [18]. The references support 
the placement of the phosphor layer close to the chip of LED, as it can result in a superior phosphor quantum 
compared to the QDs and the layer placed next the LED has a significant influence on chromatic transmutation. 
From the references, we can assume that the QDs-on-phosphor setting yielded superior LE, CRI values as well as 
inferior temperature of the WLED compared to the mixed version and phosphor-on-QDs version. The QDs-on- 
phosphor version, as a result, became a desirable means of achieving superior efficiency of light and heat. But 
still, the package mentioned cannot eliminate the repeating absorption since the red QDs can assimilate the 
phosphor’s green or yellow illumination when it bypasses the layer of QDs. Also, the performance of energy 
transmission between the blue light and the layer of phosphor or QD will change over the surface of the layer due 
to the LED’s Lambertian dispersion of intensity, which achieves the highest value in the central position and a 
fairly small value on the rim. The package placed over the lying-down surface has not been examined so far. This 
study recommends using a package with layers placed horizontally for the QDs phosphor nano-compound to 
remedy the issues of reabsorption and insignificant energy transmission at the same time. The nano-compound 
mentioned is shown to be able to substantially boost the efficiency of light and heat in WLEDs. For a comprehensive 
evaluation, we created three versions of WLEDs, which are QDs-phosphor blended, QDs-exterior, and QDs-interior 
versions, then determined their attributes of light and heat at many QDs-phosphor concentrations. 


2. METHOD 
2.1. Creating LaOF:Eu** 

Table 1 details the chemical composition of red-emission LaOF:Eu** phosphor. The preparation of 
LaOF:Eu** begins with slurrying the ingredients in either water or methanol to create a mixture [19]. The 
mixture is then let dry within air and ground when dried. The mixture will be subject to certain heating stages. 
For the initial stage, the blend is burned at the temperature of 1,000 °C inside the capped quartz pipes accompanied 
by N2 for an hour then pulverized afterward. In the next stage, the mixture is fired again with the same procedure 
but under the heat of 1,200 °C. The phosphor acquired has the red discharge, the discharge apex of 1.981 to 2.145 
eV with the major line at 1.981 eV and excitation efficacy by UV of + (4.88 eV) and — (3.40 eV). 


Table 1. Chemical constituents for red phosphor 
Ingredient Mole % __ By weight (g) 


La,O3; 61 (of La) 99.4 
Eu,0; 5 (of Eu) 8.8 
LaF; 34 66.6 
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Table 2 presents the chemical ingredients essential for the preparation of green-emission SrS:Cu*,Na 
phosphor. The preparation of the phosphor SrS:Cu*,Na begins with dissolving the CuSO, along with NaHCO; 
in water, then the acquired solution is mixed with SrCO3. Prepare a homogeneous slurry using either water or 
methanol, dry the blend, then mash it. Next, fire the blend within unclosed alumina boats with H2S under 1200 °C 
within sixty minutes, then grind it. The mixture is to be stored in a well-closed container. The phosphor 
acquired has the green emission, 2.33 eV discharge apex, 0.31 eV emission width (FWHM), ++ (4.88 eV), ++ 
(3.40 eV) excitation efficiency by UV, high excitation efficacy by e-beam of ++ and non-exponential decay in 
the 10 sec range along with prolonged phosphorescence [20]. 


Table 2. Chemical composition of green phosphor SrS:Cu*,Na 
Ingredient Mole % By weight (g) 


SrCO; 100 148 
CuSO,'5 H:0 0.1 0.250 
NaHCO; 2 1.68 


2.2. Simulation process 

Figure 1 demonstrates illustration of the two WLED models simulated with the nine LED chips of 
WLED and two different remote-phosphor layer configurations. Every blue color chip at 453 nm the peak 
wavelength yields 1.16W. The singular-sheet distant phosphor formation (SL) integrated into a yellow layer 
YAG:Ce3+ phosphor, which is placed the chips of LED can be seen in Figure 1(a). The three-sheet distant 
phosphor formation (TL) integrated into the green layer SrS:Cu*,Na phosphor placed in the middle of the red 
and yellow phosphor layers is displayed in Figure 1(b). The recreated phosphor will be YAG:Ce* having a 
base as aluminium nitride. The CCT levels for packages will be 6,600 K and 7,700 K for the sake of precision. 
The tests will be seen throughout an upright axis. 

The default thickness of every phosphor layer is 0.08 mm. Furthermore, altering YAG:Ce** content 
in response to variations for the red or yellow phosphor content will be vital, allowing the sustainment of an 
average level of the correlated color temperatures (ACCTs). The content for yellow phosphor YAG:Ce** can 
change accordingly to every ACCT level of every remote phosphor package, leading to various dispersion 
attributes of the LEDs and subsequently various light attributes. 


(a) (b) 


Figure 1. WLED’s patterns involving multiple phosphor sheets: (a) single-sheet and (b) three-sheet 


In Figure 2, regardless of ACCTs, the YAG:Ce** concentration reaches the biggest value in the SL 
package and the smallest value in the TL structure. If we evaluate all the packages at an identical ACCT level, 
the concentration of the yellow phosphor will increase when the 180°-reflection increases in occurrence, which 
will lead to a lower lumen value. Moreover, the significant concentration of the yellow phosphor can cause the 
disproportion between the three key colors that generate the white light (red, yellow, and green), lowering the 
WLEDs’ optical performance. Thus, we must reduce the 180°-reflection phenomenon and maintain the 
chromatic consistency between the red, yellow, and green colors. We can also manipulate the color rendering 
index (CRI) via raising the red-light presence. In the case of the chromatic consistency and lumen, they can be 
manipulated via raising the green-light presence. With the prospect stated, the tri-sheet remote phosphor setting 
can become the superior option if the task is to manipulate optical attributes. To verify such a statement, we 
will showcase more crucial data on the emission spectrum in the remote phosphor packages in Figure 3. Judging 
the five ACCT levels, the SL package’s emission spectrum scores the smallest intensity of the two packages, 
which indicates the smallest lumen in the package. On the other hand, the TL package has the greatest value 
of spectrum density in the wavelength range value between 380 and 780 nm. 
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Figure 2. The YAG:Ce* content on distant phosphor configurations under disparate ACCT levels 
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Figure 3. Emission spectra for phosphor configuration 


3. RESULTS AND DISCUSSION 

Figure 4 displays the color rendering indices values of the remote phosphor package. At every ACCT, 
the TL setting scores the best CRI. We can see that CRI correlates with ACCT, with CRI scoring the biggest 
value at the temperature of 8,500 K. Thanks to this outcome, the remote phosphor package can be useful for 
increasing the WLEDs’ CRI value. The TL package is also useful for the task of manipulating the CRI at 
significant ACCT levels which exceed 7,000 K. When CRI results are compared, the TL package seems to 
have the second-highest value, which is also the smallest. The outcomes confirm that the TL package should 
be optimal for the large-scale fabrication for WLED devices having significant CRI. The CRI, however, would 
be simply among the many parameters used to determine chromatic performance in WLEDs. Many researchers 
have recently studied the color quality scale (CQS) parameter, being the combination of CRI, viewer’s taste, 
along with chromatic coordinates. For combining three aspects, CQS has become the best parameter used to 
rate the chromatic performance, which is a considerable breakthrough. 

Figure 5 showcases the CQS results for the phosphor settings. The TL setting gains the best CRI and 
therefore, has the best CQS. The SL package can generally benefit the lumen, but it cannot manage the 
chromatic performance without the extra green and red-light elements. The SL package may have a negative 
impact on chromatic performance, but its preparation procedure is easier and require fewer resources than the 
SL package, which can be very useful for manufacturing. Figure 5 verifies that the TL package should be 
chosen when the ultimate goal of the producers is chromatic performance. But if we improve the chromatic 
performance, will there be any disadvantage for the lumen? We will proceed to assess the lumen in the singular- 
sheet as well as dual-sheet packages. The upcoming section demonstrates the equations for the blue and yellow 
illumination (transmitted and converted respectively) in the structure of a two-layer phosphor, which could 
result in a remarkable improvement of the performance of the LED. The equations below present the blue and 
yellow light (transmitted and converted respectively) of a singular-sheet setting containing one phosphor sheet 
at 2h breadth [21]-[23]. 
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Figure 4. Color rendering indices for ACCT- 
corresponding phosphor setups 
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Figure 5. Color quality scale for ACCT- 
corresponding phosphor setups 


PB, = PB, x e~2an1" (1) 
_ 1 B1XPBo ¢ -2ay1h _ 5-2ap1h 
PY, => erreereny ( Malice Mace ) (2) 


The following (3) and (4) exhibit the rays of a dual-sheet setting containing phosphor sheets at 2h 
breadth: 


PB, = PBy X e722" (3) 
_ 1 B2xPBo ;,-2ay2h _ ,-2ag2h 
PY, = Sues Ve Br oeBa'.) (4) 


For the (5), the h symbol indicates the width of every phosphor layer. The numbers | and 2 below the 
letters will stand for the singular-sheet and dual-sheet structures. 6 stands for the coefficient for the blue 
illumination transmutation into yellow. The reflection coefficient for the yellow ray would be signified via y. 
The PB (blue illumination strength) as well as PY (yellow illumination strength) symbols, combined into PBo, 
stand for the ray strength from the LED in blue. ag and ay stand for the insignificant power dissipation degree 
for said illumination throughout the propagation for the phosphor sheet. When compared to a singular-sheet 
setting, the dual-sheet setting greatly augments the light output for the LED device based on conversion 
phosphor: 


(PBa+P¥2)—(PBi4P¥1) < gy (5) 
PB,+PY; 

Our investigation uses the hypothesis of Mie-scattering to assess the phosphor particles’ dispersion. 
Also, with the Mie theory [21]-[23], the dispersed cross-section Csca in rounded granules will be assessed via 
a formula below. We utilize the law of Lambert-Beer [24], [25] for the task of gauging the energy for 
propagated illumination: 


I = 10 exp(—pextL) (6) 


The Jo symbol stands for the incident light energy, the L symbol stands for the width for the phosphor 
sheet (mm) with the “e+ symbol standing for the extinction coefficient, assessed as: tex = N;.Cex: where N, 
signifies the particle density dispersion (mm). Cex (mm7) is the phosphor granule absorption cross-section. 
With the (5), we can confirm that using additional phosphor layers can give a better lumen result compared to 
having just one layer, which is further validated by Figure 6 showing that the SL package possesses the worst 
lumen, regardless of ACCT level. On the contrary, the best lumen result belongs to the TL package. Judging 
the outcomes, the TL package can certainly yield the best chromatic performance. This indicates that it can 
limit the optical backscattering when the YAG:Ce** content diminishes. Also, compared to other layers, the 
yellow phosphor layer allows the LED chips’ blue light to bypass it more effectively, indicating that the blue 
ray energy within the TL package is converted with great efficiency. As a result, the package obtains the 
greatest spectral density in the white light wavelength zone, which results in the best lumen. 
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The outcomes show that we can pick the TL package as a suitable option as it offers better light 
attributes for WLEDs, which are CQS and LE [24], [25]. But if chromatic performance is our main focus, we 
must take chromatic consistency into account. Many means are available for us to boost chromatic consistency. 
For example, utilizing the dispersing granules of SiO, CaCOs, or conformal phosphor package. Such means 
may be able to boost the chromatic consistency, but as a result, we will acquire less lumen. When we take 
advantage of the green phosphor SrS:Cut*,Na, and red phosphor LaOF:Eu**, we can improve the white light by 
increasing the dispersion and adding extra green and red-light elements to the WLEDs. The distant phosphor 
packages can also increase lumen efficiency as there is less back-scattering to the chip of LED. On the other 
hand, we still have to suitably modify the phosphor layer’s concentration so that we can obtain the ideal energy 
propagated. The Lambert-Beer law utilized in (6) serves as a basis for such a statement. The chromatic 
deviation for every remote phosphor package is displayed in Figure 7. The chromatic consistency is inversely 
proportional to the chromatic deviation. We can notice that the lowest chromatic deviation belongs to the TL 
package. We can still manifest such an outcome, even though the dispersion in the LED happens prior to the 
appearance of the white light. When we add additional layers of phosphor, we can encourage dispersion, which 
will boost the chromatic consistency. On the other hand, the lumen will go down when we increase the 
dispersion. But the lower lumen is still a fair drawback when we consider the advantages of having less 180° 
reflection. In the end, the TL package can simultaneously yield the most ideal chromatic consistency and a 
reasonable lumen. On the other hand, at every ACCT level, the SL package produces the greatest chromatic 
deviation. 
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Figure 6. The phosphor compositions with Figure 7. The phosphor compositions with correlated color 


the luminous output (LO) correspond to ACCTs temperature variation (D-CCT) correspond to ACCTs 


4. CONCLUSION 

This study examines the light efficacy in the SL and TL packages at five ACCT levels. Furthermore, 
for the simulation task, we made use of the green phosphor SrS:Cu*,Na, and red phosphor LaOF:Eu**. The 
Mie-scattering hypothesis along with the law of Lambert-Beer were used to validate the outcomes. Introducing 
one SrS:Cu*,Na sheet for the purpose of increasing the green-ray appearance will increase the chromatic 
consistency and the lumen created. The chromatic performance is obviously decided by the equilibrium of the 
key chromas: red, green, along with yellow. The TL package has the ability to control such colors. Its lower 
occurrence of 180°-reflection also results in a rise in the lumen, which is verified by the most ideal lumen 
efficiency result of the TL package. The outcomes of our study will assist the producers in choosing the best 
package for their aims in order to improve their WLEDs. 
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